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(57) Abstract: The invention relates to a method for treating or pre-treating parts, profiled-pieces, strips, sheet metals and/or wires 
having metallic surfaces, in which at least 5 % of these surfaces consists of aluminum and/or of at least one aluminum alloy and, 
optionally, the remaining metallic surfaces can predominantly consist of iron alloys, zinc and/or zinc alloys. The treatment involves 
the use of an acid aqueous solution, which contains fluoride, zinc and phosphate and which has the following dissolved contents in 
the phosphatizing solution: sodium virtually none or in a concentration ranging from 0.04 to less than 2 g/L; potassium virtually 
none or in a concentration ranging from 0.025 to 2.5 g/L; sodium and potassium in a concentration ranging from 0.025 to 2.5 g/L as 
sodium, whereby the potassium content is converted to sodium on a molar basis; zinc in a concentration ranging from 0.2 to 4 g/L; 
phosphate in a concentration ranging from 4 to 65 g/L and calculated as P0 4 ; free fluoride in a concentration ranging from 0.03 to 
0.5 g/L, and; total fluoride in a concentration ranging from 0.1 to 5 g/L. A zinc-containing phosphate layer is thereby deposited onto 
the metallic surfaces with a layer weight ranging from 0.5 to 10 g/m 2 . 

(57) Zusammenfassung: Die Erfindung betrifft ein Verfahren zur Behandlung oder Vorbehandlung von Teilen, Profilen, Bandem, 
Blechen oder/und Drahten mil metallischen Oberflachen, bei denen mindeslens 5 % dieser Oberflachen aus Aluminium o-der/und 
mindestens einer Aluminiumlegierung bestehen und gegebenenfalls die weiteren metallischen Oberflachen vorwiegend aus Eisenle- 
gierungen, Zink oder/und Zinklegierungen bestehen konnen, mit einer Fluorid, Zink und Phosphatenthaltenden, sauren, wasserigen 
Losung mit folgenden gelosten Gehalten in der Phosphatierungslosung: An Natrium praktisch Null oder im Konzentrationsbereich 
von 0,04 bis weniger als 2 g/L, an Kalium praktisch Null oder im Konzentrationsbereich von 0,025 bis 2,5 g/L, an Natrium und 
Kalium im Konzentrationsbereich von 0,025 bis 2,5 g/L als Natrium, wobei der Kalium-Gehalt auf Mol-Basis auf Natrium umge- 
rechnet wird, an Zink im Konzentrationsbereich von 0,2 bis 4 g/L, an Phosphat im Konzentrationsbereich von 4 bis 65 g/L berechnet 
als P04, an freiem Fluorid im Konzentrationsbereich von 0,03 bis 0,5 g/L und an gesamtem Fluorid im Konzentrationsbereich von 
0,1 bis 5 g/L. Hierbei wird eine zinkhaltige Phosphatschicht auf den metallischen Oberflachen mit einem Schichtgewicht im Bereich 
von 0,5 bis 10 g/m2 abgeschieden. 
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